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0 stent with a covering layer of elastic material and methods for applying the layer on the stent 

® The stent comprises a cylindrical wall (1) formed _/r-/<^,>~ /_ 

by meshed wires (2) and a covering layer (3) of 
elastic material extending on a portion of its length, 
with an outer surface (4). and totally embracing the 
wire mesh. 
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This invention relates to a stent with a dis- 
continuous expandable wall connprising on at least 
a portion of its length a continuous covering layer 
of elastic material with an outer surface surround- 
ing the discontinuous wall. This invention also re- 
lates to nriethods for applying such a layer on a 
stent 

The discontinuous wails of stents, such as for 
Instance the macroporous wails formed by a defor- 
mable wire mesh allowing diametral retraction for 
Introduction of the stent into air or food pipes and 
expansion therein for dilatation, or repair, or bridg- 
ing of said pipes, have the disadvantage that they 
permit Ingrowth of tumors and other rapid growth 
cells through the wire mesh or discontinuous wall, 
Yvith the resulting risk of stent occlusion. 

For preventing ingrowth of cells through the 
stent, the document DE-3918736-A1 describes an 
expandable metallic stent with an inner teflon tube 
affixed to the stent by suture or pressure, or an 
inner tube and an outer tube, both of teflon, con- 
nected pouch like to each other. At least in case of 
degradation of the inner tube, there will be a strong 
risk of having flaps from the inner tulje occluding 
the vessel, or migration of the inner tube with 
respect to the stent and a further risk of occlusion 
of the vessel. Furthermore, the absence of resil- 
iency of teflon does not allow constriction and 
expansion of the stent without additional place con- 
suming measures such as zig-zag folds of the 
teflon tut^s. 

The document "Endoscopy 1992 : 416-420" 
also describes an expandable metallic stent for 
preventing ingrowth of malignant structures. This 
stent formed by an expandable wire mesh. Is 
covered by a silicone membrane or skirt which 
surrounds a portion of its length. 

This membrane or skirt is secured around the 
stent by suture of its ends to the wire mesh, and, in 
situ, the membrane Is thus radially heW in place 
between the stent wall and vessel wall. To have the 
meml>rane or skirt positioned between the stent 
wall and vessel wall is advantageous in case of 
degradation of the membrane. However, such a 
coverage of the stent is far from being effortless 
and mostly will have to be done by hand, which will 
require skills. In addition, it is limited to certain 
types of materials and ft may prove fragile, being 
possible to have the membrane or skirt getting 
loose from the wire mesh, which may allow relative 
movement Ijetween the membrane and the stent 
with the resulting risk of occluding the vessel. 

The object of this invention is to avoid the 
aforesaid drawbacks. 

To this effect the stent and methods in accor- 
dance with the invention comply with the definitions 
given in the claims. 


In that way, the continuous covering layer Is 
closely bound to the discontinuous structure which 
it covers and there is definitely no risk of separa- 
tion therebetween. And even in the case of a 

5 strong degradation of the covering layer in course 
of time, there cannot t>e any migration of the cover- 
ing layer with respect to the discontinuous wall of 
the stent because of the aforesaid Intimal intercon- 
nection. Furthermore, the liaison of the covering 

10 layer with the discontinuous wall of the stent elimi- 
nates any delicate, time and skill consuming efforts 
and allows coating of any kind of discontinuous 
expandable stent wail. 

The invention will now be described more par- 

75 ticulariy with reference to the accompanying draw- 
ings which show, by way of example only, one 
embodiment of the invention. 
In the drawings : 

Rgure 1 is a perspective view of a quarter cut 
20 along the longitudinal axis of the exemplified 
embodiment 

Rgure 2 Is an enlarged view of an axial cut of a 
portion of its wall during a procedure for apply- 
ing the covering layer. 
25 The stent shown in Figure 1 is an expandable 

stent of which the wall (1). for instance cylindrical, 

is formed by meshed wires (2) of stainless steel. 

plastics or hybrid materials such as plastics and 

carbon fit)er. 

30 The wall (1) comprises, on a portion of its 
length, a covering layer (3) made of an elastomeric 
biocompatible composition such as. for instance, 
the elastomeric polymerisable composition de- 
scribed in US Patent H* 5,112,900. The outer face 
35 (4) of layer (3) forms a surrounding surface, and 
layer (3) extends around and inside the discontinu- 
ous structure of the stent in order to totally em- 
brace and intimately unite with any material part of 
the meshed wires (2) which constitute said dis- 
40 continuous structure. 

On Rgure 1, the left front face (5) of the 
covering layer (3) is shown in an area of wall (1) 
where the wires (2) do not cross each other; on the 
contrary, the quarter cut along the tongitudinal axis 
45 IS shown in an area where the wires (2) cross and 
overlap each other. 

A portion of the stent wall (1) is shown on 
Rgure 2 with Ks covering layer (3). the stent wall 
(1) being shown in an area where its wires (2) 
50 overtap each other, and the stent being inserted in 
a tube (6) the inner surface of which is coated with 
a lifting medium (7) as described in detail hereafter 
in connection with a procedure for applying the 
covering layer to the stent. 
65 In order to apply the covering layer (3) on the 

stent, the defomnable wall (1) of the stent is radially 
contracted and the portion thereof which has to be 
coated is inserted into the tube (6) the inner sur- 
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face of which has been previously done over with a 
fifting medium (7) such as for Instance "teflon" In 
order to avoid adherence to the elastomeric com- 
position forming the covering layer (3). The con- 
tracted stent is allowed to expand radially in the 
tube (6) and the assembly of the tube and stent Is 
wetted with the elastomeric polymerisable com- 
position dissolved In a sufficient amount of solvent 
to pennit wet forming of a continuous covering 
layer around the totality of the discontinuous wall of 
the stent formed by the wire mesh inside the tube 
(6), The solvent is evaporated and the elastomeric 
composition is then polymerised in the tube and 
the layer covered stent portion is taken out of the 
tube. 

In that way, the shaping and liaison of the 
covering layer with the discontinuous wall of the 
stent is obtained automatically by mass poly- 
merisation of the elastomeric composition wholly 
surrounding the strxKrture of such a wall Jnside the 
tube mouTding its outer surface. 

Of course, the discontinuous wall of the stent 
may also be covered with the continuous covering 
layer all over its length, in which case the stent will 
be fully inserted into the tube for the dtp forming 
process. In addition, the invention is not limited to 
the embodiment shown, being applicable to any 
kind of expandable stent having a discontinuous 
wall. 

The thickness of the covering layer may be 
advantageously selected as a function of the quan- 
tity of solvent added to the elastomeric composi- 
tion, l)efore polymerisation and within the limits of a 
fluidity sufficient to allow wetting. 

As a variant, it is also possible to obtain a 
greater thickness of the portions of the covering 
layer which are located at the outside of the dis- 
continuous wall of the stent and between the mesh 
or elements thereof. To this effect, the tube (6) 
done over with the lifting medium is first wetted 
alone with the elastomeric composition previously 
added with an appropriate amount of solvent. The 
solvent is evaporated and the stent is then radially 
contracted for insertion Into the tube and the proce- 
dure follows as outfined here(nt>efbre. 

According to a variant not shown, the covering 
layer of elastic material r^eeds not to integrally 
embrace the discontinuous structure of the stent 
being sufficient that only a part of the thickness of 
the structure be covered by the elastic material, in 
case of the example shown in Rgure 1, only a 
radial portion of the wires (2). 

According to further variants, also not shown, 
the elastic covering may t>e achieved by surface 
adhesion forces or through use of a binder. 

Accordingly, a variant method provides for do- 
ing over a roll on surface with a lifting medium and 
coating said roll on surface with an elastomeric 


polymerisat>le composition dissolved in a sufficient 
amount of solvent to permit contact forming, such 
an elastomeric composition being, for Instance, the 
composition descrit>ed in US Patent N* 5,112,900. 

5 An ajppropriate portion of the stent in expanded 
condition is then rolled on said coated roll on 
surface; the stent is then withdrawn from the roll on 
surface, the solvent is allowed to evaporate, and 
the elastomeric composition adhered to the stent Is 

10 polymerised. 

A further variant method provkies for using a 
covering layer formed of a tut>e made of an 
elastomeric polymerisable composition, inserting 
the contracted stent into the tube, allowing the 

75 contracted stent to expand In the tube and_.vul^ 
canising or similariv weldinfl^tiie surface of contact 
between the stent and the tube. 

Still a further variant method also provides for 
using a covering layer formed of a tube made of an 

20 elastomeric polymerisable composition, coating the 
inside of the tuibe with an adbs^ve medium, insert- 
ing the contracted stent into tfie tube, and allowing 
the stent to expand radially in ttie so coated tube 
and the adhesive medium to cure, to thereby 

25 achieve adhesion of the assembly of stent and 
tube. 

As a variant of this method, tiie inside of the 
tube may t>e coated vidth an elastomeric poly- 
merisable composition dissolved in an amount of 

30 solvent permitting contact forming, whereby after 
expansion of the stent, the solvent is allowed to 
evaporate and the elastomeric coating adhered by 
contact to the tut>e and to the stent is polymerised. 
In a furtiier variant the covering layer of elastic 

35 material may t>e adhered to the . stent by xadial 
pressure of the stent against the covering layer. In 
ttiat case, the covering layer may tie, for instance, 
formed of a tul>e made of an elastomeric coQODOSir 
tioii jslcetcberf over the stent in order to allow 

40 contraction and expansion thereof. Adhesion of the 
covering layer to the stent will be achieved by 
surface adhesion forces with additionnal inter- 
penetration between the covering layer and the 
stent 

45 In another variant also rwt shown, the coverir)g 
layer may have a structured surface towards the 
wall of the stent, whereby adhesion of the covering 
layer to the stent will be achieved by some en- 
gagement of said structured surface into the dis- 

50 continuous structure of the stent 

Of course, in all these variants, the discontinu- 
ous wall of the stent may t^e covered with the 
continuous covering layer all over its length or only 
over a portion thereof. 

65 
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